comprises a compound of at least one type selected from 
polyetheresteramides and polyethers as the main component. 

17. (New) The multiple layers laminated polyolefin foam 
according to claim 16, wherein the polyetheresteramide is a 
polymer obtained by polymerization reaction of a polyamide with 
an alkylene oxide adduct of a bisphenol. 

18. (New) The multiple layers laminated polyolefin foam 
according to claim 17, wherein the polyamide is of at least one 
type selected from caprolactam polymer, 12-aminododecanoic acid 
polycondensate, and adipic acid-hexamethylene diamine 
polycondensate . 

J! 19. (New) The multiple layers laminated polyolefin foam 

%| according to claim 16, wherein the polyether is a compound having 

, at least two quaternary ammonium bases and is the reaction 

5 ,fe product of (a) an oxyalkylene ether obtained by addition reaction 

S| of an alkylene oxide with a phenol-divinyl benzene addition 

polymer, (b) one type of glycidyl ether selected from glycidyl 
ethers of polyoxyalkylene glycols and glycidyl ethers of adducts 
of phenols and alkylene oxides, an amine compound having an 
aliphatic hydrocarbon group containing 1 to 22 carbon atoms, and 
a quaternizing agent. 

20. (New) The multiple layers laminated polyolefin foam 
according to claim 19, wherein (a) the polyoxyalkylene ether is 
an adduct obtained by the addition reaction of ethylene oxide and 
a copolymer of ethylene oxide and propylene oxide with a 
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bisphenol-divinyl benzene addition polymer, (b) the glycidyl 
ether of polyoxyalkylene glycol is glycidyl ether of 
polyoxyethylene glycol, and the adduct of a phenol and an 
alkylene oxide is an adduct of bisphenol and ethylene oxide. 

21. (New) The multiple layers laminated polyolefin foam 
according to claim 15, wherein the polymer-type antistatic agent 
is present in the outermost polyolefin layer in an amount of from 
2 to 30 wt.%. 

22. (New) The multiple layers laminated polyolefin foam 
according to claim 16, wherein the polymer-type antistatic agent 
is present in the outermost polyolefin layer in an amount of from 

13 

31 2 to 30 wt.%. 

=4 23. (New) The multiple layers laminated polyolefin foam 

,' according to claim 15, wherein the ratio (a/B) of the melt flow 
& rate (a) of the polymer-type antistatic agent and the melt flow 
2 rate (B) of the base resin constituting the outermost layer among 
"| the polyolefin layers is at least no less than 0.5. 

24. (New) The multiple layers laminated polyolefin foam 
according to claim 1 wherein the thickness of the entire 
laminated foam is 2 to 10 mm and the closed cell ratio of the 
laminated foam is at least no less than 60%. 

25. (New) The multiple layers laminated polyolefin foam 
according to claim 1 wherein the thickness of the entire 
laminated foam is 2 to 10 mm and the closed cell ratio of the 
laminated foam is at least no less than 70%. 
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